S P E C I F I C AT I 0 -tt-" 
A METHOD OF MAKING TIRES FOR VEHICLE WHEELS 

■ FIELD ^£ND BACKGROUND OF THE INVENTION 
5 The present invention relates to a method of making 

tires for vehicle wheels, comprising the steps of: 
manufacturing a carcass structure; applying a belt 
structure to the carcass structure at a circumferentially 
external position thereof; applying a tread band to the 

10 belt structure at a circumferentially external position 
thereof; applying at least one pair of sidewalls to the 
carcass structure at laterally opposite positions; 
vulcanizing the obtain^, tire , 

Manufacture of tires for vehicle wheels involves 

15 formation of a carcass structure essentially consisting 
of one or more carcass plies substantially having a 
toroidal conformation and the axially opposite side edges 
of which engage respective circumferentially inextensible 
annular reinforcing elements called "bead cores". 

20 Applied to fcke 6 a r ca - s - s structure, ^ a. 

circumferentially external position X^^^r^^^^^ 
structure comprising one ore^jaaer^Eelt strips in the form 
of a closed ring^^e^er^ consisting of textile or 

metal cojds^uitably oriented relative to each other, and 

25 Llie cords belonging to the underlying carcass plies, 

A tread band currently consisting of a strip of 
elastomer material of appropriate thickness is applied to 
the belt structure, at a circumferentially external 
position thereof. It is to point out that, to the aims of 

30 the present invention, by the term "elastomer material" 
it is intended a rubber blend in its entirety, that is 
the assembly made up of a base polymer suitably 
amalgamated with mineral fillers and/or additives of any 
other type. 

35 Finally, to the opposite sides of the tire being 

manufactured a pair of sidewalls are applied, each of 
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them covering a side portion of the tire included between 
a so-called shoulder region, located close to the 
corresponding side edge of the tread band, and a so- 
called bead located at the corresponding bead core. 

£ n accordance with Lidditlonal prod uction" 
essentially the abov£_JJ>^-fced~*Tr^ are first 
made sepaj^a-fc-eTyf rom each other to be then assembled 
^aaefrfi'ga tire-maritrf crcturing stop. 



For instance, for making the carcass ply or plies to 
10 be associated with the bead cores to form the carcass 
structure, production of a rubberized fabric comprising 
longitudinally-disposed continuous textile or metallic 
cords, through an extrusion and/or calendering process, 
is first required. This rubberized fabric is submitted to 
15 a transverse-cutting operation to produce lengths of 
predetermined sizes that are subsequently joined together 
so as to give rise to a continuous ribbon-like 
semifinished product having transversely-disposed 
parallel cords. 

20 Then this article of manufacture is to be cut into 

pieces the length of which is correlated with the 
circumferential extension of the carcass to be made. 

Production methods have been recently proposed 
which, instead of resorting to the production of 
25 semifinished products, make the carcass structure 
directly during the tire-manufacturing step. 

For^-e xample, US PdLtiuL 5,453, 140 hfaitiiu q uul^Jd^tf h 
example of the most pertinent state of tj^-^rrTT^discloses 
a method and an apparatus accor^rt^zo which the carcass 
30 structure is formed by^c&yinq down a single continuous 
thread accordino>to alternating deposition paths placed 
consecutive^^ in side by side relationship in a 
circumferential direction, onto a toroidal support having 
a sj>arpe corr espondi ng ^ o innor* chap o j-ha 1- 1 m f - ^ 

3 5^H5emade . 

I - n mor e d e tail 7 — th p form* rial ■ .gin^MM I In p i y ^ 



c oated with a raw - rubber layer having a dual functj»Q&, - 
i.e. that of conveniently adherijKU--fee- — CTTe deposited 
thread so as to hold the^ifKtir^ deposition sections 
thereofata^i^eapositioning, and that of forming an 
^S^^-pioof inner Tiner-""tn— t he fini s hed tir e-* ■ " 

The individual thread, directly drawn from a reel, 
is engaged by sliding members leading it to a movable 
guide member operating at the toroidal support. The 
movable guide member moves in a sliding path of travel 
having an advance section and a return section mutually 
interconnected to form an endless line lying in a plane 
radial to the toroidal support. Each of the advance and 
return sections extends in a substantially C-shaped 
configuration around the profile in transverse section of 
the toroidal support. 

In this way, each time the guide element covers one 
of the advance or return sections of the sliding path of 
travel, deposition of the thread onto the toroidal 
support is caused, thereby forming a deposition section 
extending in a U-shaped conformation around the profile 
in transverse section of the toroidal support itself. 

At tho ino - fc - a -T ib iiimivfai'iliiy between forma Lion rrt 
deposition section and formation of th£- — subsequent 
deposition section, the toroidaj^^upport is rotated 
through a predetermined^arTgular pitch, making the 
apparatus ready fcjx^Crmation of a new deposition section 
disposed£j^5umferentia in side by side relationship 
wl^h^fTio pr e viously deposited s - ection. 

Pick-up devices making use of fork-shaped elements 
engage the thread at the end region of the just-formed 
deposition section, to prevent dragging along of the 
latter by the guide member during the initial formation 
step of the subsequent deposition section. Retention 
devices making use of presser elements conveniently act 
at the transition region between two deposition sections 
in succession to cause the end flaps thereof to adhere to 



3 



the side surface of the toroidal support. 

Tires obtained by this production method have a 
carcass structure in which the cords forming the carcass 
ply or plies consist of a single thread-like element 
5 forming a plurality of consecutive sections transverse to 
the tire, disposed parallelly in side-by-side 
relationship in a circumferential direction and deposited 
in respectively opposite directions so as to define an 
alternated course. 

10 Withi a the. ^ropp of the carcass structure 

manufacture, as can be learnt from Patents EP^^6^T23 1 
and EP 0 664 232, the deposition s§cfei^5ns formed by the 
individual thread-like elgjaerrfare also provided to be 
placed in an alt^a^fed sequence at axially opposite 

15 positionsj^e^tive to one or more annular anchoring 
-de*effien£s constituting saia bead cores. 

In accordance with the present invention, within the 
tire-manufacturing scope, different advantages have been 
found to be achieved if the carcass ply or plies are made 

20 by depositing at least one strip-like element essentially 
comprising a layer of raw elastomer material 
incorporating two or more parallel thread-like elements 
disposed longitudinally, in alternated consecutive 
sections transverse to the tire. 

25 SUMMARY OF THE INVENTION 

In mor o detail, the inventio n relates to a met nod iO^ 
making a tire for vehicle wheels, wherein manufacturing 
of the carcass structure involves formatipj^6f at least 
one carcass ply by the following sJ^jJs: preparing at 

30 least one continuous st rip-lij^e^element comprising a 
plurality of longitudin^>^ and parallel thread-like 
elements at least par£*by coated with at least one layer 
of raw elastomer/fnaterial; depositing the strip-like 
element onto a/tforoidal support in alternated deposition 

35 sections e^dh extending according to a substantially U- 
shaped^xdonformation about the profile in transverse 
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section of the toroidal support, t o Hpfinp — two side^ 
portions substantially extending in planes orthogojxa^to 
a geometric axis of rotation of the toroid^Jf^upport at 
mutually spaced apart positions in ap^xial direction, 
and a crown portion extending i*Ta radially external 
position between the side portions, the crown portions of 
each deposition sectioryEJeing disposed consecutively in 
side by side rel^Tionship along the circumferential 
extension of tfte toroidal support, whereas the side 
10 portions o^r each deposition section are each partly 
o verlapgfed with a side portion of ^ at^\^^^^^^ 
<C5^ecutive deposition section. " 

3rft — more — d e tail . , — the — aide — pnrMnn^ in mni-nai- 
overlapping relationship arecay^i-^T^ converge 
15 at the geomei^ie — SxTs of rotation of the toroidal 
Tort . 

Advantageously, mutual overlapping of the side 
portions of the deposition sections progressively 
decreases starting from a maximum value at the radially 
20 inner ends of the side portions until a zero value at 
transition regions between said side portions and crown 
portions. 

Preferably, the side portions in mutual-overlapping 
relationship are maintained joined to each other at a 
25 bending end region where the strip-like element is 
folded upon itself. 

I n a preferential solution the individual d o posjjLi^ 
sections are sequentiallyj^id-^ the toroidal 
support accordijijg^^ a circumferential distribution 
30 pitch^ — — fch-e — width — ut TFTe strip-like — 
SnentT 

In accordance with a possible alternative 
embodiment, the individual deposition sections are 
sequentially laid down onto the toroidal support 
35 according to a circumferential distribution pitch 
corresponding to a multiple of the width of the strip- 
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like element. Preferably, the strip-like element has a 
width corresponding to a submultiple of the 
circumferential extension of the toroidal support, as 
measured at its equatorial plane. 
5 According to a further aspect of the invention, 

manufacturing of said at least one carcass ply further 
involves a sequential pressing step of the strip-like 
element at the side portions of the deposition sections, 
to define regions of greater width close to the inner 

10 circumferential edges of the carcass structure. 

Said pressing step is preferably carried out on the 
strip-like element directly during the deposition step, 
by exerting a pressing action of the strip-like element 
at a section thereof upstream of the toroidal support. 

15 Concurrently with said pressing, step, moving apart 

from each other of the thread-like elements comprised in 
the strip-like element is carried out. 

During the deposition step, at least one deposition 
section comprising an initial or leading end of the 

20 strip-like element may be advantageously retained on the 
toroidal support by a suction action produced through the 
toroidal support itself. 

In particular, formation of each deposition section 
involves the steps of: guiding the strip-like element on 

25 a distributor element movable about the profile in 
transverse section of the toroidal support; translating 
the distributor element substantially radially away from 
the geometric axis of rotation of the toroidal support to 
form a first side portion of the deposition section of 

30 the strip-like element; rotating the toroidal support 
relative to the distributor element according to an 
angular pitch corresponding to half the distribution 
pitch of the deposition sections, concurrently with 
formation of said first side portion; translating the 

35 distributor element substantially in a direction parallel 
to the geometric axis of rotation of the toroidal support 
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to form the crown portion of the deposition section of 
the strip-like element; translating the distributor 
element substantially radially close to the geometric 
axis of rotation of the toroidal support to form a second 
side portion of the deposition section of the strip-like 
element; rotating the toroidal support relative to the 
distributor element according to said angular pitch, 
concurrently with formation of said second side portion. 

Preferably, during- formation of the first side 
portion of each deposition section the step of retaining 
the strip-like element at a bending region defined 
between the first side portion and the *' second side 
portion of the previously formed deposition section is 
carried out. 

jThi.q rpt fining .qfpp of thp st H p-1 i k p plPTT-pn t is f^p. 
example carried out by disposing a retainijig^-^Tement 
alongside the second side portion af t^^Cranslation of 
the distributor element radiallj^crlose to the geometric 
axis of rotation of the tj^ifoidal support, so that the 
strip-like element ts^turned back about the retaining 
element thereby^P6rming the bending region as a result of 
translatipa^of the distributor element radially away from 
^jffife^eometri c axis of rotatr on or the toroidal support. 

It is also preferably provided that the retaining 
element should be" axially disengaged from the bending 
region, after starting of formation of the crown portion 
of the deposition section being made. 

Accomplishment of a pressing step of said side 
portions of the deposition sections against side walls of 
the toroidal support may be also provided. 

This pressing step is preferentially carried out 
repeatedly on a first and a second side portions 
belonging to two contiguous deposition sections. 

Advantageously, accomplishment of the carcass 
structure further comprises the step of applying at least 
one inextensible annular structure to an area close to 
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each of the inner circumferential edges of the carcass 
ply obtained from the deposition step. 

Accomplishment of the carcass structure may further 
comprise the step of turning back end flaps of the side 
5 portions about the respective inextensible annular 
structures . 

In accordance with a further innovatory aspect of 
the invention, that can be also advantageously adopted 
•independently of the above listed innovatory features, 

10 accomplishment of each inextensible annular structure 
comprises the steps of: depositing at least one thread- 
like element in concentric coils into a molding cavity to 
form a circumf erentially inextensible annular insert to 
be positioned substantially parallelly to adjacent 

15 surfaces of the carcass ply; positioning an annular 
. anchoring element into the molding cavity, at a position 
axially close to the circumf erentially inextensible 
annular insert; injecting raw elastomeric material into 
the molding cavity to make a filling body intimately 

20 joined to the annular anchoring element and the 
circumf erentially inextensible annular insert. 

Said deposition step may be conveniently preceded by 
a rubberizing step in which said thread-like element is 
coated with at least one layer of raw elastomer material. 

25 Preferably, also .provided is a step of magnetically 

retaining the circumferentially inextensible annular 
insert, at a predetermined position, within the molding 
cavity. 

Injection of the raw elastomer material may be 
30 advantageously carried out through at least one 
circumferential admission opening or hollow space opening 
into the molding cavity. 

According to a possible embodiment, accomplishment 
of the carcass structure further comprises the step of 
35 forming a second carcass ply in the same manner as 
formation of the first carcass ply. 
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In accordance with a further aspect of the 
invention, to be utilized too independently of the above 
statements, application of the belt structure comprises 
the steps of: forming at least one continuous belt ribbon 
5 comprising at least one layer of raw elastomer material 
at least partly incorporating a plurality of longitudinal 
parallel cords; cutting said continuous belt ribbon 
according to a predetermined inclination relative to its 
longitudinal extension to form belt lengths having a 

10 predetermined size in width, measured perpendicularly to 
the cutting direction; laying down the belt lengths 
consecutively in circumferential alignment onto the 
carcass structure to form at least one first continuous 
belt strip having said cords disposed transversely 

15 according to an inclination corresponding to the cutting 
inclination of said lengths. 

Before said cutting step, the continuous belt ribbon 
may be possibly submitted to a calendering step to give 
said lengths a circumferential size corresponding to a 

20 submultiple of the circumferential extension of the belt 
strip. 



comprise the step of circumferentially wrapping at least 




^E^st belt strip. 
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Advantageously, application of the tread band may 



one continuous sheet of raw elastomer material about the 
belt structure in a plurality of radially superposed 
coils . 

Preferably, said continuous sheet of elastomer 
5 material is produced simultaneously with its application 
to the belt structure. 

Width of the elastomer-material sheet may be 
advantageously provided to be progressively reduced 
concurrently with formation of each winding coil about 
10 the belt structure. 

In accordance with a further independent aspect of 
the invention, each of said sidewalls is preferably made 
by injection of elastomer material into a mold. 

In more detail, accomplishment of each of said 
15 sidewalls may comprise the following steps: injecting a 
first elastomer material into a first cavity defined in 
said mold to form a radially outer portion of the 
sidewall; defining a second cavity in the mold, which is 
partly delimited by the radially outer portion of the 
20 sidewall; injecting a second elastomer material into the 
second cavity of the mold to define a radially inner 
portion of the sidewall. 

Formation of the carcass ply may be preceded by a 
step of coating the toroidal support with at least one 
25 air-proof layer or liner of elastomer material. 

This coating step is advantageously carried out by 
winding at least one ribbon-like band of an air-proof 
elastomer material in coils disposed in side-by-side 
relationship along the profile in transverse section. of 
30 the toroidal support. 

In addition to, or in place of the formation of the 
air-proof liner, before the vulcanization step the 
following steps are carried out: disengaging the tire 
from the toroidal support; inserting an air tube into the 
35 carcass structure. 

During said vulcanization step, a step of stretching 
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said carcass plies and belt strips may be advantageously 
carried out for achieving an expansion of the tire of a 
linear amount included between 2% and 5%. 
BRIEF DESCRIPTION OF THE DRAWINGS 
5 Further features and advantages will be best 

understood from the detailed description of a preferred 
but non-exclusive embodiment of a method of manufacturing 
a tire for vehicle wheels according to the present 
invention. This description will be given hereinafter 
10 with reference to the accompanying drawings, given by way 
of non-limiting example, in which: 

- Fig. 1 is a fragmentary perspective view in split 
of a tire obtained in accordance with the present 
invention; 

15 - Figs. 2 and 3 diagrammatically shew an apparatus 

for making the carcass ply, in different operating steps 
respectively, seen in a direction orthogonal to a 
diametrical section plane of a toroidal support carrying 
the tire during the manufacturing step; 

20 - Fig. 4 is a diagram showing the manufacture of a 

strip-like element intended for forming the carcass ply 
or plies; 

- Fig. 5 shows an embodiment of said strip-like 
element in transverse section; 

25 - Fig. 6 is a fragmentary perspective view 

diagrammatically showing the deposition sequence of a 
strip-like element for the purpose of forming a carcass 
ply of the tire in accordance with the invention; 

- Fig. 7 is a fragmentary diametrical section view 
30 of an inextensible annular structure to be inserted at 

the tire bead, during a molding step for manufacturing 
the tire; 

- Fig. 8 is a fragmentary perspective view of an 
inextensible annular structure laterally applied to the 

35 carcass ply; 

- Fig. 9 is a diagram showing accomplishment of a 
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continuous ribbon and cutting of same into lengths of 
predetermined shape and sizes for making a first belt 
strip; 

- Fig. 10 is a transverse section view of said 
continuous belt ribbon; 

- Fig. 11 is a fragmentary perspective view showing 
deposition of the ribbon lengths in a circumferential 
alignment onto the carcass structure for formation of 
said first belt strip; 

- Fig. 12 is a diagram referring to production of a 
rubberized elongated element intended for making a second 
belt strip; 

- Fig. 13 is a fragmentary perspective view in 
section showing the step of forming said second belt 
strip by the continuous elongated element; 

- Fig. 14 is a diagram showing formation of a 
continuous elastomer sheet intended for making a tread 
band; 

- Fig. 15 is a fragmentary perspective view in 
section showing the tread band made by winding the 
continuous sheet in several superposed coils; 

- Fig. 16 diagrammatically shows formation of the 
tire sidewalls in transverse section; 

- Fig. 17 is a fragmentary perspective view showing 
application of the sidewalls to the tire during its 
manufacturing step; 

- - Fig . — 3r§ — Ls — a — fragmentary — perspective — vi o w ^ 



section showing the tire in ref^jzefi^e~T5rovided with an 
inextensible anTnjj^a^---stT^ made in accordance with a 
P2^ ^b 1f a ^ Tf er nnf i T i rr> ^ml^^i m^nt fh^ invont i^ n; — . 



accordi 



invention mounted on 



tire in 

^peenve^'im apd in ^condition ot slip—r 

With reference to the cited drawings and in 

particular to Figs. 1 and 17, a tire for vehicle wheels 
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made by a method in accordance with the present invention 
has been generally identified by reference numeral 1. 

Tire 1 essentially comprises a carcass structure 2 
having at least one carcass ply 3 substantially of a 
5 toroidal conformation and engaged, by its opposite 
circumferential edges, with a pair of inextensible 
annular structures 4 that, when the tire is completed, 
are located in the region usually identified as "bead". 
Applied to the carcass structure 2, at a 
10 circumferentially outer position, is a belt structure 5 
comprising one or more belt strips 6, 7. A tread band 8 
is circumferentially superposed on. the belt structure 5 
and longitudinal and transverse cuts 8a are formed in 
said tread band 8, following a molding operation carried 
15 out concurrently with the tire vulcanization, and such 
disposed as to define a desired "tread pattern". 

The tire also comprises a pair of so-called 
"sidewalls" 9 applied laterally to opposite sides of the 
carcass structure 2. 
20 T he carcass stiucluib 2 may pus - sibly be coated -, 

its inner walls, with an air-proof ^^asirOmer-material 
layer 10, i.e. a so^caitea "liner", essentially 
consisting of a^Jra^grof elastomer material impervious to 

air, a ^ a p rfi^ tn < nngnrn fhn hnrmnfin oppI p . f infill ui 1 

!Tre . 

AoGombling of trim above lis Le d component s^jas, 
as production of one or more of sajji-^coinponents, takes 
place with the aid of^^a^toroidal support 11, 
diagrammatically sh£wfr*^n Figs. 2 and 3, having the same 
confiaurat iofl^as the ir^er walls — ©£ — tire Fire to be 
m£aw^S^tiTred . 

In a preferential solution the toroidal support 11 
has reduced sizes relative to those of the finished tire, 
according to a linear amount preferably included between 
35 2% and 5%, measured, just as an indication, along the 
circumferential extension of the support itself at an 
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equatorial plane X-X thereof which is coincident with the 
equatorial plane of the tire itself. 

The toroidal support 11, which is not described or 
illustrated in detail in that it is not particularly of 
5 importance to the purposes of the invention, may for 
example consist of a collapsible drum or an inflatable 
chamber or bladder suitably reinforced so that it may 
take and maintain the desired toroidal conformation under 
inflation conditions. 
10 After taking into account the above statements, 

manufacture of tire 1 first involves formation of the 
carcass structure 2 starting with possible"formation of 
the air-proof layer or liner 10. 

- This — 1 i npr 1 0 r.^n bp advantageously made by 

15 circumferentially winding about the toroidal sypptJrtll, 
at least one ribbon-like band 12 of air^foof elastomer 
material, produced from an extnjder and/or a calender 
located close to the toroi^^support itself. As viewed 
from Fig. 1, windip^of the ribbon-like band 12 
20 substantially t^k^s place in circumferential coils 
disposed coj>s^cutively in side by side relationship to 
follojj>trtfe profile in transverse- section of the outer 
er ^affac^ of Lhe toroidal sup port n. ' 

For descriptive purposes, by "profile in transverse 
25 section" it is herein intended a configuration exhibited 
by the half-section of the toroidal support 11 sectioned 
along a plane radial to a geometric rotation axis 
thereof, not shown in the drawings, which is coincident 
with- the geometric axis of rotation of the tire being 
30 manufactured. 

S oncu - rrcntly with winding of tho — ribbon - likobjnd ' 
12, application of a pair of auxiliary aflja^aia^elements 
12a can be carried out close tojja^fnner circumferential 
edges of the carcass stp^eture during its manufacturing 
35 step. Each of the^e^auxiliary annular elements 12a can 
be obtained fcrr example by winding the ribbon-like band 
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12 in a c oil disposed axially — side — by— side — wjj j i^rfrs 

corresponding coil located at the innerperlmetric edge 
of liner 10 defined or to be cte^lned on the toroidal 
support 11. Alternativel^^tlTe auxiliary annular elements 
5 12a can be made up^xSzat least one auxiliary ribbon-like 
ban d obtajja^diro m a r espective extruder located at^t he 
^D&etf&al support 11. " 

In accordance with the, present invention, the 
carcass ply 3 is directly formed on the toroidal support 
10 11 by depositing thereon, following alternating paths, 
at least one strip-like element 13 preferably having a 
width included between 3 mm and 15 mm, as better 
clarified in the following. 

As shown in Fig. 4, preparation of the strip-like 
15 element 13 essentially involves that two or more thread- 
like elements 13a, and preferably three to ten thread- 
like elements 13a, fed from respective reels 14, should 
be guided through a first extruder 15 associated with a 
first extrusion apparatus 16 carrying out feeding of raw 
20 elastomer material through the extruder itself. 

It is pointed out that, in the present description 
by "extruder" it is intended that part of the extrusion 
apparatus also identified in this particular field by the 
term "extrusion head", provided with a so-called "die" 
25 passed through by- the product being worked at an outlet 
port shaped and sized according to the geometrical and 
dimensional features to be given to the product itself. 

The elastomer material and thread-like elements 13a 
are intimately joined together within the extruder 15, 
30 thereby generating the continuous strip-like element 13 
at the outlet thereof, which element is formed of at 
least one layer of elastomer material 13b in the 
thickness of which the thread-like elements themselves 
are incorporated. 
35 Depending on requirements, it is possible to guide 

the thread-like elements 13a in the extruder 15 in such 
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a manner that they are not integrally incorporated into 
the layer of elastomer material 13b but appear on one or 
both surfaces thereof. 

The thread-like elements 13a may each consist for 
5 example of a textile cord preferably having a diameter 
included between 0.6 mm and 1.2 mm, or a metallic cord 
preferably having a diameter included between 0.3 mm and 
2 . 1 mm. 

Advantageously, if required, the thread-like 

10 elements 13a can be disposed in the strip-like element 13 
in such a manner that they give the carcass ply 3 thus 
obtained unexpected qualities of compactness and 
homogeneity. For the purpose, the thread-like elements 
13a can be for example disposed according to a density 

15 greater than six thread-like elements/centimeter, 
measured circumferentially on the carcass ply 3 close to 
the equatorial plane X-X of tire 1. In any case it is 
preferably provided that the thread-like elements 13a 
should be disposed in the strip-like element 13 according 

20 to a mutual distance between centers not lower than 1.5 
times the diameter of the thread-like elements 
themselves, in order to enable an appropriate rubberizing 
operation between the adjacent threads. 

The continuous strip-like element 13 coming out of 

25 extruder 15 can "be advantageously guided, optionally 
through a first accumulator-compensator device 17, on a 
deposition apparatus 18 diagrammatically shown in Figs. 
2 and 3. 

-54re — deposition apparatus — 3r8 — ess^n-iLidlly — coiuprij^ 
30 first guide members 19, consisting for examplepJ^a pair 
of rollers borne on stationary rotation a^e-S*; arranged to 
engage the continuous strip-like ej^efnent 13 produced by 
the extruder 15. Downstream^fthe first guide members 
19, the strip-like elem£frf^l3 comes into engagement with 
35 second guide memb^^20 consisting of further rollers for 
example, mounted on a carriage 21 reciprocating in a 
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direction oriented transversely to th e--equa£oi?j^ ^^ 
X-X of the toroidal support 11. S 1 i da^l^>-±t7Tked to the 
movable carriage 21, in a^ddTfection substantially 
perpendicular to thejoo^etnent direction of the carriage 
5 itself, is at^-J^Sst one distributor eleme nt 22 consis ting 
of <:: iPfurther roller, for example. 

Components intended for mutual connection and 
movement of the distributor element 22 and movable 
carriage 21 are not shown in the accompanying drawings in 
10 that they can be made in any manner convenient to a 
person skilled in the art, and in any case they are not 
of importance to the aims of the present invention. 

Ry a pnmhin.ifinn ho±wPPn h h e tran ^YOHO m o v o m onf^of 

carriage 21 and radial movement of the^d^tributor 

15 element 22, the distributor elemeja^^ends itself to be 
translated by a reciproca^iwjmotion along a trajectory 
"t" extending acc^diTng to a substantially U-shaped 
conf ormation ^aj^ut the profile in transverse section of 
t)^^£^r5i^aY^uppo ^ lh 

20 The toroidal support 11 can be driven in angular 

rotation in a step-by-step movement in synchronism with 
the movement of the distributor element 22, in such a 
manner that the strip-like element 13 is deposited onto 
the toroidal support in consecutive deposition sections 

25 23, 24, transverse to the tire, disposed parallelly in 
side-by-side relationship in a circumferential direction 
and according to respectively opposite directions, so as 
to define an alternating course. 

In more detail, each of the deposition sections 23, 

30 24 extends in a U-shaped conformation about the profile 
in transverse section of the toroidal support 11, to 
define two side portions 23a, 23c, 24a, 24c substantially 
extending in planes orthogonal to the geometric axis of 
rotation of the toroidal support, at mutually spaced 

35 apart positions in an axial direction, and a crown 
portion 23b, 24b extending at a radially outer position 
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relative to the side portions 23a, 23c, 24a, 24c. 

Fe^ — convenience — — d-osrri pt ion, — — ctopooitjjia 
sections obtained as a result of a transl^Jtierr^^ right 
to left of the deposition memb^^z^ vith reference to 
5 Figs. 2 and 3, will be h^j&elTnaf ter referred to as first 
deposition sectiorj^2 r 3T Those obtained from translation 
of the di^J^rt5utor element in the opposite direction will 
^C Z^jrrTstead/ identified as seujud deposition sect ion.? 

In more detail, the deposition sequence of the 
10 strip-like element 13 on the toroidal support 11 is the 
following . 

Starting is assumed to take place from an initial 
situation in which, as shown in Fig. 2, the distributor 
element 22 is located in its lefthand end-of-stroke 

15 position of its movement trajectory "t". Starting from 
this position, the distributor element 22 is 
substantially translated radially away from the geometric 
axis of rotation of the toroidal support 11, to form a 
first side portion 23a of the first deposition section 

20 23. 

Due to the sticky character of the raw elastomer 
material forming layer 13b coating the thread-like 
elements 13a, a steady adhesion of the strip-like element 
13 on the surfaces of the toroidal support 11 is ensured, 

25 even in the absence of liner 10 on the toroidal support 
itself. In the case that, as diagrammatically shown in 
Figs. 2 and 3, the toroidal support 11 has side portions 
11a of a concave profile, located in the regions 
corresponding to the sidewalls of the tire being 

30 produced, the above described adhesion takes place as 
soon as the strip-like element 13 comes into contact with 
the toroidal support itself at a radially external region 
of its profile in transverse section. 

In addition to or in place of the above described 

35 exploitation of the natural sticky character of the 
elastomer material, retention of the strip-like element 
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13 on the toroidal support 11 can be obtained by carrying 
out a suction action produced through one or more 
appropriate holes 28 arranged on the toroidal support. 
In the initial step of the distributor-element 
5 stroke 22 away from the geometric axis of rotation of the 
toroidal support 11, the strip-like element 13 is folded 
upon itself forming a bending region 25 representing a 
transition between the first side portion 23a of the 
deposition section 23 which is about to be formed and a 

10 second side portion 24b belonging to a previously formed 
deposition section 24. During formation of the first side 
portion 23a, the strip-like element 13 is conveniently 
retained at said bending region 25, by a retention 
element 26 (Fig. 3) engaging in the bending region in a 

15 manner better described in the following. 

Concurrently with formation of the first side 
portion 23a, the toroidal support 11 is rotated about its 
own geometric axis of rotation relative to the 
distributor element 22, according to an angular pitch 

20 corresponding to half the circumferential distribution 
pitch of the deposition sections 23, 24. Consequently, 
the first side portion being formed will take a 
correspondingly inclined orientation relative to the 
direction of movement performed by the distributor 

25 element 22 away from the geometric axis of rotation of 
the support itself. 

•f n the embodiment d - teyidiiimallcJdlly shown bn r- Fi^^Jl j 
where the circumferential distribuj^ioa: — pTtfch of the 
individual deposition sectXP^^3 f 24 corresponds to the 

30 width of the strig^i^rlceelemen^ 13, the angular-rotation 
pitch of^e^Eoroidal support 11 will correspond to half 

,£=^ 4^ ' CTTdLli uf the sLiiy-^like element itself. 

In any case, the circumferential distribution pitch 
of the deposition sections 23, 24 may be provided to 

35 correspond to a multiple of the width of the strip-like 
element 13. In this case, the angular-movement pitch of 
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the toroidal support 11 will in any case correspond to 
half said circumferential distribution pitch. It is to 
point out that, to the aims of the present invention, 
when it is not otherwise stated, the term 
"circumferential" refers to a circumference lying in the 
equatorial plane X-X and close to the outer surface of 
the toroidal support 11. 

of its stroke away from the geometric axis of rotation of 
the toroidal support 11, the movable carriage 22 is 
translated in its movement directiojx^rom left to right 
with reference to Fig. 2. Unde^^this circumstance, the 
distributor element 22 mov^s^in a direction substantially 
parallel to the gec^ia^ric axis of rotation of the 
toroidal supporter in such a manner that, in a position 
radially external to the latter, there is formation of a 
crowTL^ Qfrion — 2-3-b — of — tire — deposition — section — 2iS — being 
/ma^te^ 

ittLKon r^rriagp 91 has — Substantially — finrnpTj^i^l i t q 

translation stroke, the distjriku£eT~* - e^ 22 is moved 

substantially radial^-^TC^se to the geometric rotation 
axis of the top>±€lal support 11. Under this circumstance 
a se cond ^s*£fe portion 23c of the first depositi on section 
^25^i?^rme^7 ~ 

Concurrently" with formation of this second side 
portion 23c, the toroidal support 11 is rotated relative 
to the distributor element 22 at an angular pitch 
identical with the one previously performed. 

When the distributor element 22 is about to 
complete its stroke of moving close to the geometric 
rotation axis of the toroidal support 11, a further 
retention element (not shown) identical with the 
previously mentioned retention element 26 and in mirror 
image relationship therewith is disposed alongside the 
second side portion 23b which has been just formed, in 
the same manner as shown in chain line in Fig. 3 in 
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connection with the retention element 26 located on the 
laterally opposite side. 

Preferably, the retention element 26 is then 
laterally moved close to the toroidal support 11, to 
5 enable passage of the distributor element 22 during its 
upward movement, as a result of which, concurrently with 
formation of a first side portion 24a of a new second 
deposition section 24, the strip-like element 13 will be 
turned back about the retention element thereby forming 

10 a new bending region 25. 

Simultaneously with formation of the first side 
portion 24a of the second deposition section 24, the 
toroidal support 11 performs a new angular-rotation step 
that, being added to the angular step performed during 

15 deposition of the second side portion 23b of the first 
deposition section 23, makes the distributor element 22 
ready to " form the crown portion 24b of the second 
deposition section 24 at a position spaced apart from the 
previously formed deposition section 23 according to the 

20 desired circumferential distribution pitch. 

The retention element 26 is axially disengaged from 
the bending region 25 after formation of the crown 
portion 24b has begun. Actually, in this step the 
assurance exists that the strip-like element 13 has come 

25 into contact with "the surface of the toroidal support 11 
at a point downstream of the just-formed first side 
portion 24a, and that it is not liable to carry out 
undesired displacements that could impair the deposition 
geometry of the strip-like element. 

30 Once the retention element 26 has been drawn out of 

the bending region 25, the side portions 23c, 24c of the 
deposition sections 23, 24 can be submitted to a pressing 
step against the side walls of the toroidal support 11. 
For the purpose, a pair of presser rollers 27 or 

35 equivalent means may be provided, and they operate on 
opposite sides of the toroidal support 11 and are each 
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arranged so as to repeatedly operate on the first and 
second side portions belonging to two contiguous 
deposition sections. 

Only one of these presser rollers 27 has been 
5 diagrammatically shown in Fig. 3. 

5 L fre — abovo — do - scrib o d — operating — sequenc e — o4 — th^ 
deposition apparatus 18 enables the crown portion^^b, 
24b of each deposition section 23, 24 in thp^obtained 
carcass ply 3 to be disposed consecutively in side by 
10 side relationship along the circumferential extension of 
the toroidal support 11, wherea^che side portions 23a, 
23c, 24a, 24c of each deposition section 23'/ 24 are each 
disposed in superposition relationship with a side 
portion of at leasfone consecutive deposition section, 
15 More specifically, the first side portion 23a, 24a of 
each depos^^on section 23, 24 is partly superposed on 
the sepdnd side portion 23c, 24c of the previously formed 
c fopdcition section 2 3 ., — 2A~~ 

As clearly shown in Fig. 6, the side portions 23a, 
20 24c in mutual superposition relationship move towards 
each other substantially in the direction of the 
geometric axis of rotation of the toroidal support 11, 
according to an angle 5 the value of which is correlated 
with the width M L" of the strip-like element 23, 24, and 
25 in any case with -the circumferential distribution pitch 
of the deposition sections 23, 24, as well as the 
difference between a maximum radius R' and a minimum 
radius R to be measured at a point of maximum distance 
and a point of minimum distance respectively from the 
30 geometric axis of rotation of the toroidal support 11. 

Due to the mutual convergence between the first and 
second contiguous side portions 23a, 24c- and 24a, 23c, 
mutual superposition of the same is -progressively 
decreasing starting from a maximum value at the radially 
35 inner ends of the side portions, where said portions 
mutually meet at the bending region 25, until a zero 
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value at the transition region between the side portions 
and crown portions 23b, 24b. 

IL is Lu n o te that, due to the difference betwe en 
the minimum and maximum radii R and^ average 
5 density of the thread-like elem^fe-s^TSa, i.e. the amount 
of the thread-like elenieat^present in a circumferential 
section of g^eiflength, would have a tendency to 
progres^s^ly increase on moving close to the geometric 
rafrgftTion axis of thp toroidal ., supp o rt 1 K 

10 Actually, this increase in density is proportional 

to the ratio value between the maximum radius R' and 
minimum radius R. 

However., in the tire made in accord a nce Tr'vM^ fh e 

present invention, mutual superpositi^ii--e^^§Tdeportions 

15 23a, 24c and 24a, 23c actu^J^ry^gTves rise to halving of 
the average dens>t-y^to be measured along the inner 
circumferential edges of the obtained carcass ply 3, i.e. 
.at^e oenaing regions 2d. " 

Under this circumstance, the bending portions 25 

20 would be mutually joined in the circumferential 
direction, ' giving rise to a homogeneous distribution of 
the " thread-like elements 13a along the inner 
circumferential edges of the carcass* ply 3, only if ratio 
between the maximum diameter R' and minimum diameter R 

25 corresponds to 2." 

When, on the contrary, as it usually occurs, the 
ratio value between the maximum radius R' and minimum 
radius R is less than 2, the bending portions 25 would 
tend to arrange themselves according to a circumferential 

30 distribution pitch greater than the width of the strip- 
like element 13, thus giving rise to empty spaces between 
one bending region 25 and another one. 

if the prcsonce of these empty opa c e o is wiah ja ri-to 
be avoided, so as to con^jqeerrrfTy obtain a maximum 

35 structural homogeneijty^of the carcass ply 3 close to the 
inner cdrcugifefential edges of the carcass ply 3, a 
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g >reo3ing step is pro vided to oe sequentially executea^nr 
the strip-like element 13 at thej^^ns^of its 
longitudinal extension corresponding^ o the side portions 
23a, 23c, 24a, 24c, sp^ar§^to define regions of increased 
width 1' on U^extension of the strip-like element, 
which regions are located at the inner circumferential 



"edges of the formed carcass ply 3. " 

gjaj-eL-p jrn^Pii ng .-nrtion ran , b e carri fid^ Mjf. by a presscM* *- 
roller 29 mounted on the movable carri^^-^t^forexample, 
10 and adapted to be selectj^^Jry^^et in motion by an 
actuator 30 to prg^s^He strip-like element 13 against 
one of t&€^"^ rollers being part of the second 

^xg^e ^mLaLiuii unit 20. 

A ctuator 3-9 i-s — sequentially — activat e d — during 

15 deposition of the strip-like element 13, so as t^cause 
. crushing of same at the sections of^-longitudinal 
extension intended to form the- side^Sort ions 23a, 23c, 
24a, 24c. Thrust exerted byx^actuator 30 can be 
conveniently established^^n order to obtain an 
20 increasingly growing ^efushing action for example on 
moving close to/the bending regions 25 and a 
progressively decreasing action on moving away therefrom. 
The crushing action causes a reduction in the thickness 
of the aiastomeric layer 13b and an increase in the width 
25 of tfre strip-like element 13 which, as a result, will 
cafuse the thread-like elements 13a to move apart from 
/ . eaoh other - . 

By conveniently measuring the thrust action exerted 
by the actuator, width of the strip-like element 13 can 
30 be increased until an amount 1/ involving mating of each 
bending region 25 with the adjacent bending regions. 

By — suitably — inclining the — oricn - frat ion < of^J±»o 
geometric axis of rotation of the toj^idST^support 11 
relative to the movement di^€tion of the movable 
35 carriage 21, the crpwfTportions 23b, 24b of the 
deposition sec£icTfs 23, 24 can be given a desired 
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inMinaMnn, pref erably included between 0° and 15° and 
more preferably of 3°, relative to a radial plari^p^ssing 
by the geometrical axis. It is also to npfed^that, 'due to 
the rotation steps carried out by^b^toroidal support 11 
5 concurrently with the fopf^ion of each deposition 
section 23, 24, the si,£teportions 23a, 23c, 24a, 24c of 
the deposition s^e€ion will be inclined at an angle of 
8/2 relative tefa radial plane crossing the side portions 
themsel^e^T the first side portions 23a, 24a having an 

10 opposite inclination direction with respect to the second 
« <&de p u iliuiib 23c, 24c." 

Accomplishment of a carcass structure' 2 generally 
comprises the step of applying said inextensible annular 
structure 4 to an area close to each of the inner 

15 circumferential edges of the carcass ply 3 obtained in 
the previously described manner, for the purpose of 
creating the carcass regions, known as "beads", which are 
specifically intended for ensuring anchoring of the tire 
to a corresponding mounting rim; in accordance with a 

20 preferred embodiment of the tire, the carcass ply thereof 
is obtained in the above described manner. 

Each of these inextensible annular structures 4 
(Fig. 7) comprises an annular anchoring element 31, of 
the type usually called "bead core", which can be made 

25 up, for example, -of one or more metallic wires twisted 
together or wound in side-by-side coils to define a 
profile of substantially circular or quadrangular 
transverse section . 

In accordance with a preferred embodiment, to be 

30 also advantageously associated with the present 
invention, a circumf erentially inextensible annular 
insert 32 is combined with the bead core 31 and it 
approximately extends in a plane parallel to the adjacent 
surfaces of the carcass ply 3 along a radial extension 

35 determined by the difference between the minimum inner 
radius and the maximum outer radius of the annular 
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insert, preferably equal to at least twice the radial 
extension of the bead core 31 or in any case greater than 
the latter. 

Irr- s r- first embodiment shown in Fiys ": — i, b^j^r 
and 19, the inextensible annular inserj^3^^s located at 
an axially outer position rel^^dr^eto the bead core 31. 
In other words, the ajMtflar insert 32 is located, with 
respect to thg^-b^ad core 31, at a laterally opposite 



pogXt ^n^relative to the equaLuiid l plane X-X. 
10 Xn a possible alternative solution, — shown in 

18, the inextensible annular insert^^5-^Ts, on the 
contrary, located at an axiajj^y^rfu^r position relative 
to the bead core^rT - ^! . e . on the side facing the 
equatorial pl^^x-X. In this case, the annular insert 32 
15 preferaj>£y substantially extends in contact with the 

a^TcJCeii L LdiLdO-G ply 3, - 

The annular insert 32 is made up of at least one 
metallic wire wound up to form several substantially 
concentric coils 32a. Coils 32a can be defined by a 
20 continuous spiral or by concentric rings formed of 
respective metallic wires. 

Advantageously, during the tire use, the 
inextensible annular insert 32 is adapted to efficiently 
counteract the bead tendency to rotate about the profile 
25 in transverse section of the bead core 31, under the 
effect of slip thrusts directed parallelly to the 
rotation axis of tire 1. This tendency to rotation is 
particularly apparent when the tire is employed under 
conditions of partial or total deflation. 
30 Preferably, — £e* — accomplishment — e£ — &ach — anj^yi-ar r 
structure 4, first the inextensible annu]^>arrr3ert 32 is 
formed within a molding cavity 34 d^^drfTed in a mold 34a, 
34b, by deposition of at leas>^5ne thread-like element in 
concentric coils 32a cW^posed in mutual side by side 
35 relationship, according to circumferences of increasingly 
growing diap&€er about their geometric winding axis 
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corgesp nnr i i ng to tho rotation axis of thc - 

'Ph-jrs— Q p . pr a f i on . ran he - advantageou s ly porf ornE 
winding the thread-like element^Jja-^sTT^ seating 
arranged in a first cheek >0 *34r3^of mold 34a, 34b which for 
the purpose 5a^^15eciriven in rotation about its own 



tic axis. 

The deposition step of the thread-like element can 
be advantageously preceded by a rubberizing step in which 
the thread-like element, preferably of metallic material, 

10 is coated with at least one layer of raw elastomeric 
material that, in addition to ensuring an excellent 
rubber-metal bond on the thread-like element itself, 
promotes adhesion thereof for a steady placement in the 
above mentioned helical seating. 

15 The first cheek 34a may be also advantageously 

provided to be made of a magnetic material, or to be 
activated in an electromagnetic manner so as to attract 
and retain the thread-like element against itself, 
thereby ensuring a steady positioning of the coils 32a 

20 formed by it. 

The bead core 31 is then located within the molding 
cavity 34 and afterwards closure of the molding cavity 34 
is carried out by moving the first cheek 34a close to a 
second matching cheek 34b. The molding cavity 34 is then 

25 filled with a raw elastomer material adapted to form a 
filling body 33 intimately joined to the bead core 31 and 
the circumferentially inextensible annular insert 32. 

Proforably-, f il ling of the mold 34 cavity is . carried 

out by injecting the raw elastomer material thjseitfgh at 

30 least one annular injector comprising^Sn admission 
opening or hollow space 35 substap^i^lly extending over 
the whole circumferential^e£tension of the molding 
cavity. In this way, a^uick and homogeneous filling of 
the molding cavity 34 occurs, without the risk of 

35 stratif icatipfi phenomena that could arise in the 
elastomer^flfaterial if the latter would be obliged to pass 
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through admission chanrvc ir s of reduc e d aectio - n - — I- L i^b^ r 
note that the admission hollow space 35 may^J&e-^o^rised 
of a plurality of slits homo gerie^trsTirdistribu ted along 
the whole circumfererrtj_a-3r^^ of the molding cavity 

5 34, so astj^-^ive rise, in any case, to a quick and 
£o5egeneous filling ot the molding cavity" 

Accomplishment of the inextensible annular 
structures 4 may advantageously take place close to the 
toroidal support 11, so that said structures lend 
10 themselves to be picked up and laterally applied to the 
carcass ply 3 by appropriate mechanical handling devices 
not described as not of importance to the aims of the 
invention . 

When application of the inextensible annular 

15 structures 4 has been completed, either the carcass ply 
or plies, or, within the scope of the present invention, 
the side portions 23a, 23c, 24a, 24c of the deposition 
sections 23, 24 are provided to have respective end flaps 
radially projecting towards the geometric rotation axis 

20 of the toroidal support 11 relative to the inextensible 
annular structures. These end flaps, substantially 
identified close to said bending regions 25, are turned 
back about the respective inextensible annular structures 
4, as viewed from Fig. 8. 

25 This turning'-back step can be for example carried 

out with the aid of inflatable chambers or equivalent 
means associated with the toroidal support 11. The amount 
by which said end flaps project and consequently the 
width of the turned-back flap formed by same can be 

30 easily established in advance by suitably adjusting the 
radial-movement stroke of the distributor element 22 or 
the radial positioning of the retention elements 26, so 
as to modify the width of the side portions 23a, 23c, 
24a, 24c in a radial direction. 

35 Accomplishment of the carcass structure 2 can 

involve formation of at least one auxiliary carcass ply, 
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not shown in the accompanying drawings. This auxiliary 
carcass ply can be directly formed in superposed 
relationship upon the carcass ply 3 and the inextensible 
annular structures 4, in the same manner as the primary 
5 carcass ply, optionally with deposition sections disposed 
in a crossed orientation relative to the deposition 
sections 23, 24 forming the first carcass ply 3. 

In tires of the radial type, a belt structure 5 is 
currently applied to the carcass structure 2. 

10 Advantageously, in a novel and inventive manner, 

application of the belt structure 5 is provided to be 
substantially directly carried out on the carcass 
structure 2 which in a preferred embodiment of the 
invention can be made as previously described. 

15 For the purpose, as diagrammatically shown in Figs, 

9 and 10, formation of at least .one continuous belt 
ribbon 36' is provided, which comprises a plurality of 
longitudinal parallel cords 36a, of metallic material for 
example, at least partly incorporated into one or more 

20 layers of raw elastomer material 36b. 

Formation of the continuous belt ribbon 36 can be 
achieved for example by guiding the cords 36a, fed from 
respective reels 37, through a second extruder 38, into 
which the elastomer material from a second extrusion 

25 apparatus 39 flows. The continuous belt ribbon 36 
emerging from the second extruder 38, after possible 
passage through first calendering rollers 40, is caused 
to pass through a cutting-off machine 41 cutting it 
according to a given inclination a relative to its 

30 longitudinal extension, to form belt lengths 42 the size 
in width of which, measured perpendicularly to the 
cutting direction, corresponds to the width of at least 
one first belt strip 6 to be obtained on the carcass 
structure 2 . 

35 -Lcngtho — 42 are individ ually a' l id seuu^ t i f* 1 1 y i-a*^ - 
down onto the carca^-^et-rrrStTIre 2 consecutively in a 
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e ircumferential — alignment and in mni-nal — side — 

relationship along respective jmicti^-^iges4 2a parallel 
to cords 36a __aad- — Corresponding to the opposite 
I flii r] i ffl rfTn.il prig o n n £ the bell libbun 3G : — - _ 



Therefore the assembly of lengths 42 forma tho fir s ts 
belt strip 6 of a continuous circumf^ren^adr^xtension • 
As diagrammatically showji^T^^ 11, in the first belt 
strip 6 cords^3^^will be disposed transversely at an 
inclij^a^on corr esponding to the cutting inclination ofL 
Tengths 42. 

Preferably t 

corresponding to 80° and inaoy--eesS*Tncludecl between 45 c 
and 90° relative^-ttf the circumferential extension 
direction^^^^-optionally with an opposite orientation 
re5§tive to the underlying catcZSS ply 3. 

In order that the first belt strip 6 consisting of 
lengths 42 of same extension may have a homogeneous and 
continuous circumferential course, the continuous belt 
ribbon 36 emerging from the second extruder 38 may be 
provided to have a transverse extension, measured 
parallelly to the cutting direction, equal to a 
submultiple of the circumferential extension of the first 
belt strip. Alternatively, said transverse extension may 
be provided to be slightly lower than the value of the 
above mentioned - submultiple, being then suitably 
increased by the calendering action carried out by 
rollers 40. 

In conclusion, by suitably intervening on the 
calendering rollers 40, the width of the continuous belt 
ribbon 36 may be adapted in such a manner that the 
obtained lengths 42 shall have an extension corresponding 
to a submultiple of the circumferential course of the 
belt strip 6 to be made, without replacement of extruder 
38 being required. 

It is to point out that by the calendering 
operation, an increase in the distance between the 
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individual cords 36a is obtained, concurrently with an 
increase in width of the continuous belt ribbon 36, said 
individual cords 36a remaining in any case spaced apart 
the same distance from each other. 
5 The above described operating sequence can be 

repeated in the same manner if formation of one or more 
additional first belt strips, not shown in the 
accompanying drawings, is required, the cords of which 
would be inclined according, to a crossed orientation 
10 relative to the cords 36a of the first belt strip 6 
and/or adjacent strips. 

In a manner known per se, formation of the first 
belt strip or strips 6 can be preceded by application of 
two strip-like inserts 43 adapted to support the opposite 
15 side edges of the first belt strips so that the latter 
may substantially keep a flat profile in transverse 
section . 

^hnrnfnrn r . ^L Ipp^ one second belt strip 7Jjljnr^ f 
preferably by winding of ^ one"" continuous 
0 elongated elemen^^^Tn the form of coils disposed 
axial lyJ^^sTde by side relationship and extending 
<Mgs g^gj£ mi cr entidlly ao out rne tirst belt strip 6. ~ 
— required, — fc-fre — winding " cdils — ferreted — by — -tfre 
elongated element 44 can be disposed side by sj^in a 
25 variable axial distribution pitch, which foj^nstance is 
greater close to the equatorial medi^c^plane X-X of the 
tire relative to the opposite $ioe edges of the belt 
structure 5. 

As diagrammatica>Ty shown in Fig. 12, for 
30 preparation of th^c5ontinuous elongated element 44, one 
or more elemep^ry cords 44a fed from corresponding reels 
45, are ^^rallelly joined together and rubberized by 
passage through a third extruder 46 supplied with 
^e^ s - t - om e r material fium a third extrusion apparatus 4/.. 
35 The elongated element 44 thus obtained has one or 

more elementary cords 44a coated with an elastomer 
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material of appropriate thickness and is ready to be 
wound around the first belt strip 6, after possible 
passage through a storage device 48. 

In a convenient embodiment, said cords are the well 
known metallic cords of the HE (high ultimate 
elongation) type, use and features of which have already 
been widely described in the European Patent 0 4 61 4 64 in 
the name of the same Applicant, for example. 

I-n — more — d&.tai'\ ( . i-^p^p cords consist of * gjvpn. 
number of strands, each strand being formpji-<rf^a given 
number of individual wires of a dj^frt£lTer not lower than 
0.10 mm and not higher thaj^^O mm, preferably included 
between 0.12 and 0^5 mm. Wires in the strands and 
strands in th^cford are helically wound together in the 
same dir^e€ion, the winding pitches for wires and strands 
bein^uhe same or even different. 

J Preferably, these cords are made of high-carbon (HT) 
steel wires, i.e. containing carbon to an extent not 
"lower Ulan 0.9%. " " 

In a specific embodiment, particularly advantageous 
in the case of tires for road haulage, said helical layer 
winding is preferably made of a single cord known as 
3x4x0.20 HE HT cord spiraled from one belt end to the 
other: said indication identifies a metallic cord formed 
of 3 strands each -consisting of four elementary wires of 
a diameter of 0.20 mm wound in the same direction as the 
strands; then, as known, abbreviation HE stands for "high 
elongation" and abbreviation HT stands for "high 
tensile" . 

These cords have an ultimate elongation included 
between 4% and 8% and a well-known typical behavior under 
tension, a so-called "spring ' behavior" . 

-In an alternative embod-imestt, — spocif icallvj^ ^ed 
with tires for cars, said winding i^Garfied out with 
textile cords preferably of^a^teat-shrinkable material, 
such as NYLON 6 o^^NYCSn 66 for example. 
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Then the tread band 8 is applied to the belt 
structure 5 obtained in the above described manner. 

In mor o detail, accord - i r ng to a further aopoctof^tko - 
present invention, the tread band S^s^-^rrScTly formed 
5 about the belt structure SJiy^crTfcumf erential winding of 
at least one contjjawrus sheet of raw elastomer material 
49, aboutjth^oelt structure in a plurality of radially 

^ggperpOSea COliS, ^ ilin ij r n mTTinMrnlly -^hn\yn jn Fi_g _- — Hh- 

The continuous sheet of elastomer material can be 

10 advantageously made with the aid of a fourth extruder 50 
supplied from a fourth extrusion apparatus 51. Sheet 4 9 
emerging from the fourth extruder 50 can be engaged by a 
further calendering unit 52, immediately downstream of 
which the toroidal support 11 carrying the tire being 

15 manufactured may be arranged, to enable direct winding of 
the elastomer sheet around the belt structure 5. 

By appropriate cutting means associated with the 
calendering unit 52 and/or by shutting means operating at 
the outlet of the fourth extruder 50 (both not shown as 

20 they can be made in any convenient manner for a person 
skilled in the art), the width of the elastomer material 
sheet 49 can be advantageously progressively reduced 
concurrently with formation of each winding coil "S" 
around the belt structure 5, so that the elastomer sheet 

25 has a progressively decreasing width away from the 
rotation axis of tire 1. Actually, with reference to Fig. 
15, it can be easily assumed that the radially outer 
coils "S" have a smaller width than the radially 
innermost coils, so as to give the obtained tread band 8 

30 a desired transverse profile. 

After accomplishment of the tread band 8 or 
optionally before this operating step, application of 
sidewalls 9 made in the manner diagrammatically shown in 
Figs. 16 and 17, is carried out. In the embodiment shown, 

35 each sidewall 9 is made by injection of elastomer 
material into another mold 53, from which said sidewall 
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is taken up and subsequently laterally applied to the 
carcass structure 2 with the aid of mechanical handling 
devices or the like. 

In the embodiment shown, each sidewall 9 has a 
5 radially outer portion 9a and a radially inner portion 9b 
made of different types of elastomer material . and 
intimately joined together by an overmolding process. For 
the purpose, mold 53 essentially has an outer cheek 53a 
and a pair of inner cheeks 53b which are mutually 
10 interchangeable and only one of which is shown in the 
drawings. 

T- h n nnUiLrhPPif i s first coupled with a fir si 

inner cheek (not shown) to define a first ca^j^y^within 
the mold, in which cavity by injectjr<rn of a first 
15 elastomer material, the radially oy£^r portion 9a of the 
sidewall 9 -is formed. The inn^^cheek of mold 53 is then 
replaced by the second>rfiier cheek 53b such shaped that 
in the mold a sepefid cavity partly delimited by the 
previous ly-mo^d€d radially outer portion 9a is defined. 
20 This secprta seating is intended for receiving the 
radi^3rly inner portion 9b which is formed by injection of 
>^ a second e lastomer material. 

Each of the sidewalls 9 formed in the above 
described manner lends itself to be laterally applied to 
25 the carcass structure 2, as above described. 

Tire 1 thuo manufactured io now ready to bg - == geso^£,d 
from the toroidal sup£or£____J — -te— -B§ submitted to a 
vulcanizatipa---^1^p - Th^at can be executed in any known and 
^^ g j ^vOfTtional manner. 
30 According to a pnsjibl o a Rrtdi nati ve emboQimen^^ah 

air tube of closed tubular section may be^a^vSntageously 
associated with tire 1 in addi.ti^T^tO/ or in place of 
liner 10, before the vuj^errrtzation step, which air tube 
is inserted^Ui-t^carcass 2 after the tire has been 
35 remove^ffom the toroidal support 11. This air tube, not 
<r 8tt6wn in the accompanying drawings, will be inflated 
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after tho tiro has boon - i ntroduced into a vuLc&nArst&err 
mold, to supply an inner pressure^4epte3^to ensure a 
perfect adhesion of the^iee^against the mold walls and, 
in particular^^ar^ainst the mold parts intended for 
5 def ininj gk<fie longitudinal and transverse cut_s _jja--Q£- the 
4?Slapa 1 1 e r n . 

According to a further preferential feature of the 
present invention, during the vulcanization step the 
carcass plies 3 and belt strips 6, 7 are submitted to a 
10 stretching step to achieve a pre-tensioning thereof, 
giving rise to a tire expansion according to a linear 
extent measured on the circumferential extension at the 
equatorial plane X-X of the tire itself included, just as 
an indication, between 2% and 5%. This stretching step 
15 can be achieved by effect of the inflation pressure of 
the above mentioned air tube, or other type of inflatable 
chamber or bladder employed in the vulcanization 
apparatus . 

The present invention achieves important advantages. 

20 -Actually, fhP tirp — i-n — reference — ran ho nhtainpd 

through manufacture of * the different components dire^xly 
on a toroidal support on which the tire is gr^fually 
formed or in any case very close thereto. In th^s way all 
problems connected with manufacture, storage and 
25 management of senrif inished products whiter are common to 
manufacturing processes of the traditional type are 
eliminated. / 

It is to note in particular that formation of the 
carcass ply or plies by dp{x>sition of a strip-like 
30 element formed of several/cords incorporated into one 
elastomer layer enables important advantages to be 
achieved. First of stil 9 in comparison with the method 
described in the ai5ove mentioned US Patent 5, 453, 140, the 
manufacturing tame for each carcass ply can be greatly 
35 reduced, duetto the simultaneous deposition of as many 
thread-lLke elements as they are contained in the strip- 
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—like element 13. Em ployment of th e strip-like element iy 
also dispenses with the need for previously depositing 
liner 10 onto the toroidal support. Actually, /the 
elastomer layer 13b employed in forming the strip-like 
5 element 13 is capable by itself to ensure an efficient 
adhesion of element 13 to the toroidal sjrfpport 11, 
thereby ensuring a steady positioning of tj/e individual 
deposition sections 23, 24. / 

Positioning accuracy as regards' the deposition 
0 sections and the thread-like elements integrated 
thereinto is further improved by the fact that the strip- 
like element has an important structural consistency that 
makes it insensitive to vibrations or similar oscillation 
effects that can be transmitted by the deposition 
5 apparatus 28. In this connection it is to note that 
deposition of an individual thread-like element, as 
described in US Patent/ No. 5, 453, 140, makes it difficult 
to obtain an accurate deposition of each thread section, 
due exactly to vibrations and/or oscillations undergone 
0 by said thread efuring the deposition step. 

Furthermore, simultaneous deposition of a plurality 
of thread-li/fce elements in accordance with the invention 
enables txne deposition apparatus 28 to be operated at 
slower/rates than required when deposition of the 
5 individual thread is concerned, which is a further 
advantage in terms of working accuracy without on the 
c/th o r hand impairing productivity. 

Besides, deposition of a strip-like element directly 
crownwise to a toroidal support of a profile 
0 substantially identical with that of the finished tire 
enables densities to be achieved that cannot be reached 
in the art by known methods providing deposition of a 
carcass ply in the form of a cylindrical sleeve and 
subsequent shaping of same into a toroidal form, which 
5 will consequently bring about thinning of the carcass ply 
cords disposed crownwise to the finished tire. 
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Tn nriHiMnn fn the* ahnvP f fh^ cif r j p-*[ i Vo Qlamflnhj^ ^ 

be steadily fastened to the toroid^l-^trppoH^b^^ vacuum 
effect produced through^^e^^ suction ducts 28, which 
steady fastenlp^loy vacuum cannot be achieved by known 
rse^ 'car rying — eirt — deposition of an individual 




The inclined arrangement of side portions 23a, 23c, 
24a, 24c enables expansion undergone by the tire during 
the stretching step imposed to it on vulcanization to be 

10 efficiently helped. Actually, during this step, the side 
portions tend to take an orientation in a plane radial to 
the tire together with the crown portions 23b, 24b 
extending between the side portions. 

Mutual superposition of the side portions close to 

15 the rotation axis of the tire greatly strengthen the tire 
structure close to beads, where a greater structural 
strength is usually required. 

Attention is also drawn to the original construction 
character of the inextensible annular structures 4 

20 disposed at the beads. In particular, due to the presence 
of the circumferentially inextensible annular inserts 32 
combined with conventional bead cores 31, tendency of the 
bead to rotate by effect of slip thrusts is efficiently 
prevented. In the known art, this phenomenon led the tire 

25 to slip off the respective security hump arranged in the 
rim, above all when the tire was submitted to slip 
thrusts under partial-deflation conditions. By 
arrangement of the annular inserts 32, this drawback is 
eliminated and the tire lends itself to be employed even 

30 under conditions of practically complete deflation 
without the occurrence of undesired removal of the bead 
from its seat. 

Behavior of the tire bead in accordance with the 
present invention during running in slip is 

35 diagrammatically shown in Fig. 19, showing tire 1 in 
transverse half-section, associated with a standard 
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mounting rim 54 which, at each of the tire beads, has a 
bead seat 55 axially delimited by a flange 56 defining an 
outer side edge of the rim and a security hump 57. For 
the sake of clarity, section hatching has been purposely 
5 omitted from tire 1 shown in Fig. 19. 

hs — ean — be — easily — viewed — from — sa -id — figur e / — 
presence of the inextensible annular insert 32 advents 
the tire bead from rotating under the effector the slip 
thrust N directed parallelly to the tir^^xis, turning on 

10 its resting point against the secij^Tty hump 57 arranged 
in rim 54. Under this situation the slip thrust N, 
transmitted along the carpass ply 3 until close to the 
bead rim 31, gives ri^e to a radial component N : which 
tends to move the b^d away from the bead seat 55 and is 

15 counteracted by/the circumferential inextensibility of 
the annular structure 4, as well as to an axial component 
N 2 tendinjg to push the bead against the circumferential 

fl3n^XLaf K.nri n q mninfnngnrn nf p ^ t eadv P ^.q i f i nnAj ^f-rrf^ 

g^e . 

20 In this way the tire having beads made in accordance 

with the present invention lends itself to bear the so- 
called "J-curve Test" without removal of the bead from 
its seat until inflation pressures of 0.5 bar, whereas in 
the known art tires that are unable to counteract bead 

25 displacements from their seats at pressures lower than 
0.8-1.0 bar are considered as acceptable. 

It is also to note that annular inserts 32 supply a 
further structure protection to the tire at the beads. 
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